TABLE 5 - INTERIOR JOINT CONFIGURATION IN
ASCENDING ORDER OF CAPACITY
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Spec imen
	Joint Configuration
	Strength of Grout
	Cores Filled
	Walls Reinforced
	Behavioral Case
	Behavior at Ultimate

B-l
	JC1
	No Grout
	No
	Either
	8
	Slab End Crushing

B-6, B-7
	JC2
	Low
	No
	Either
	1
	Grout Crushing

B-2, B-5
	JC3
	Low
	Yes
	Either
	2
	Grout Crushing

B-3a
	JC4
	Medium
	No
	Either
	3
	Grout Crushing

-
	JC5*
	High
	No
	No
	6
	Wall Splitting

J-2
	JC6
	Medium
	Yes
	No
	4
	Wall Splitting

-.
	JC7*
	High
	No
	Yes
	6
	Wall Splitting

-
	JC8*
	High
	Yes
	No
	7
	Wall Splitting

J-3
	JC9
	Medium
	Yes
	Yes
	5
	Grout Crushing

B-4
	JC10
	High
	Yes
	Yes
	7
	Wall Splitting

*Rank estimated based on test results for other specimens.int Strength
